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Application No. 10/642,891 
Amendment dated January 9, 2006 
Reply to Office Action of July 19, 2005 

AMENDMENTS TO THE CLAIMS 

This listing of claims replaces all previous listings in this application. 

LISTING OF CLAIMS : 

1. (Withdrawn). 

2. (Currently Amended) The concrete a i t i c te process of aa cla i mRri in m* i *i i 
filaim 1 1 . wherein the fact t h at the thickening agent is an organic or inorganic 
polymer. 

3. (Currently Amended) The conc r ete artic le process of c l ai me d i n riaim o 
wherein th e fac t that the thickening agent is selected from the group 
consisting of a polyacrylates, a polymethacrylates, a polyurethanes, an 
alginates, a polyoses, 3 cellulose derivatives, a polycarboxylic acids, a 
polyethers, a polyimines, a polyamides, a silicic acid derivatives, a zeolites 
and/or combinations thereo f, p o lyac r ylates, ployurethanes t c e llu l o se 
deri vativ e s a n d s i lic i c ac i d der i va ti ves bei ng pr e f er red . 

*. (Currently Amended) The co nc re t e artic l e process of as eteime d " \ Cl*im 1 
ClairP-11, wherein ttre-fact tha t the concrete thickener mixture is pr e s e nt in 
added into the concrete ^rtfcte mixture in a proportion of about 0.01 to about 
2.0% by weight , preferab l y obout 0.04 to a bout 1.0% by weig ht. 

5. (Currently Amended) The co n c re te articl e process of aa - ela i mad in ^4 
Claim 1 1 , th e f a ct t hat wherein the hydrophobing additive is selected from the 
group consisting of a silanes, a siloxanes, 3 silicones, a siliconates, a 
fluorosilicates, 3 hydrosilanes, £ fatty acids a nd - their sal t s or salt thereof , a 
waxes, acrylic resins, an epoxy resins, a polyurethane resins, a sodium 
silicates (alkali silicates), a silicic acid esters and/orcombinations thereof. 

-2- 
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6. (Currently Amended) The concrete J i tic l c process of an etaimed in StertmH - 
C(aim 1 1 - wherein t h e fac t tha t the concrete thickener further comprises dyes, 
water-soluble polymers, polymer dispersions, surface-active substances or 
mixtures thereof. 

7. (Currently Amended) The conc r et e . ail i Ue process o f as daimed m 

£ l a i m 11 » wherein the fa ct that the concrete article contains further concrete 
admixtures, such as concrete additives and/or concrete addition agents. 

8. (Currently Amended) The conc re te a i UU e process of as e l a i med in niaim 7, 
wherein t he fac t that the concrete additives are selected from the group 
consisting of concrete liquefiers, fluxes, air pore forming materials, sealing 
agents, retarders, accelerators, injection aids, stabilisers, chromate reducers, 
recycling aids for washing water and/or combinations thereof, and the 
concrete addition agents are selected from the group consisting of trass, 
powdered stone, coal flue dust, silica dust, pigments and/or combinations 
thereof. 

9. (Withdrawn). 

10. (Withdrawn). 

1 1 . (Currently Amended) A process for producing a concrete artteter mixture, 
espec i ally as claim e d in C l aim 1, comprising the following steps: 

I) mixing cement binder, grains of stone and make-up water, and 
opt io na l ly fu r ther concrete admix t u r es, ou c h da co nc re te odd i t e s 
a nd/or concrete additi on a g ents r in a mixer; and 
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n il) subsequently adding a concrete thickener mixture to the concrete 
mixture from step I), the concrete thickener mixture formulated by a 
process comprising the following co m pon e nts steps ; 

a) adgjng about 20 to about 40% by weight, preferably auuul30% by 
weight: of at least one thickeni ng agent effective to thicken said 
concrete mixture- 

b) Adding about 20 to about 40% by weight, preferably about 30% by 
weight; of at least one h y d rophobi n g additive effective tr> r.mat* 
hydrophobic character i n said concrete mixture ; and 

c) adding a remainder water. 

1 2. (Currently Amended) The process as claimed in Claim 1 1 , chara ct er i se d by 
the fact tliMwJierejn the concrete thickener mixture is added into the mixer 
via £y. an evacuation pump and a spray nozzle. 

13. (Withdrawn). 

14. (Withdrawn). 

15. (Withdrawn). 

16. (New) The process of Claim 1 1 . wherein the concrete thickener comprises 
about 30% by weight of at least one thickening agent. 

1 7. (New) The process of Claim 1 1 , wherein the concrete thickener comprises 
about 30% by weight of at least one hydrophobing additive. 
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1 8. (New) The process of Claim 2, wherein the thickening agent is selected from 
the group consisting of polyacrylates, polyurethanes, cellulose derivatives and 
silicic acid derivatives. 

1 9. (New) The process of claim 1 1 , additionally comprising the steps of: 

(i) forming a concrete article ; and 

(ii) curing said concrete article. 

20. (New) A concrete article resulting from the process of claim 1 9, wherein said 
concrete article has a water/cement ratio of about 0.3 to about 0.5. 

21 . (New) The concrete article of claim 20, wherein said article has a 
water/cement ratio of about 0.5. 



(New) The process of claim 4, wherein the concrete thickener mixture is 
added into the concrete mixture in a proportion of about 0.04 to about 1.0% 
by weight. 
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